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(54) R-Fe-B base permanent magnet materials 

(57) A R-Fe-B base permanent magnet material is 
composed of a R-Fe-B magnet alloy which contains 
87.5-97.5 vol% of a Fe^^RgB^ primary phase and 0.1 -3 
vol% of a rare earth oxide or a rare earth and transition 
metal oxide. The alloy contains as a major component 
in its metal structure a compound selected from among 
zirconium-boron compounds, niobium-boron com- 



pounds and hafnium-boron compounds. Thecompound 
has an average grain size of at most 5 iim and is uni- 
formly distributed within the alloy such that the maxi- 
mum interval between neighboring grains of the com- 
pound is at most 50 pm. Rare-earth pemrianent magnet 
materials of this composition and structure have excel- 
lent magnetic properties. 
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Description 

BACKGROUND 

5 [0001] The present Invention relates to R-Fe-B base pemianent magnet materials. 

[0002] Rare-earth permanent magnets are commonly used in electrical and electronic equipment on account of their 
excellent magnetic properties and low cost. Lately, a need has been felt for the development of higher-perfonnance 
magnets of this type. One family of rare-earth permanent magnets, namely, rare earth-iron-boron (R-Fe-B) magnets, 
has lower starting material costs than rare earth-cobalt (R-Co) magnets: the usual key element neodymium exists In 

10 more plenty than samarium and the content of cobalt is low. This family of magnets also has much better magnetic 
properties than rare-earth cobalt magnets, making them excellent as penrianent magnet materials. 
[0003] Not surprisingly, there exists a desire for further increases in the magnetic properties of such R-Fe-B pemna- 
nent magnets. Increasing the magnetic properties of R-Fe-B pemnanent magnets will require a reduction in the oxygen 
concentration within the constituent alloy. However lowering the oxygen concentration within the alloy tends to result 

15 In abnomnal grain growth during the sintering process, giving a magnet having a high residual flux density (Br), but an 
inadequate maximum energy product ((BH)^), and thus a hysteresis curve with a poor squareness, 
[0004] The aim herein is to provide new and useful R-Fe-B based pemnanent magnet materials and methods of 
making them. 

[0005] A particularly preferred aim Is to provide high-performance R-Fe-B base permanent magnet materials that 

20 comprise alloys having low oxygen concentrations yet exhibit little abnormal grain growth. 

[0006] We have succeeded in holding down grain growth within neodymium-based magnetic alloys produced for the 
most part in low-oxygen processes by unifomnly dispersing and precipitating a finely divided zirconium compound, 
niobium compound or hafnium compound In a cobalt, aluminum and copper-containing R-Ee-B pennanent magnet 
which contains also zirconium, niobium or hafnium, so as to obtain sintered pemianent magnet materials with greatly 

25 improved magnetic properties and a much broader sintering temperature range. 

[0007] More specifically, lowering the oxygen concentration within the alloy for a R-Fe-B permanent magnet tends 
to give rise to abnormal grain growth and restrict the range in the optimal sintering temperature, drastically reducing 
productivity. To overcome such problems, we tried adding trace amounts of new elements to the alloy 
[0008] As we described eariler in Japanese Patent Application Kokai No. 2000-234151 , following extensive studies 

30 on the addition of new elements to copper-containing R-Fe-B pennanent magnets and on the amounts of such addition, 
we found that the addition of a trace amount of zirconium can Increase somewhat the residual magnetic flux density 
(Br) andean greatly increase the coercivlty (IHc). Subsequently, upon endeavoring to lower the oxygen concentration 
in the production processes so as to further enhance the magnetic properties, we have discovered that the optimal 
sintering temperature range can be greatly expanded by inducing the fine and unifomri precipitation of a zirconium- 

35 boron compound: a niobium-boron compound or a hafnium-boron compound within the magnet. 

[0009] Accordingly, the present invention provides a R-Fe-B base pemianent magnet material composed of a rare 
earth-iron-boron magnetic alloy which contains a Fe^4R2B^ primary phase in a volumetric proportion of 87.5 to 97.5% 
and a rare earth oxide or a rare earth and transition metal oxide in a volumetric proportion of 0.1 to 3%; wherein the 
alloy has a metal microstructure containing as a major component a compound selected from the group consisting of 

40 zirconium-boron compounds, niobium-boron compounds and hafnium-boron compounds, which compound has an 
average grain size of at most 5 |im and is unifonnly distributed within the alloy such that the maximum inten/al between 
neighboring grains of the compound. is at most 50 |xm. 

BRIEF DESCRIPTION OF THE DIAGRAMS 

45 

[0010] FIG. 1 is a graph of the sintering temperature versus squareness ratio for the zirconium-free magnet material 
and the zirconium-containing magnet material prepared in Example 1. 

[0011] FIG. 2 Is a graph of the sintering temperature versus coercivity for the zirconium-free magnet material and 
the zirconium-containing magnet material prepared in Example 1 . 
50 [0012] FIG. 3 is a graph of the sintering temperature versus residual flux density for the zirconium-free magnet ma- 
terial and the zirconium-containing magnet material prepared in Example 1 , 

[0013] FIG. 4 shows polarizing microscope images of the zirconium-free magnet material (a) and the zirconium- 
containing magnet material (b) prepared in Example 1 . 

[001 4] FIG. 5 is a graph of the sintering temperature versus squareness ratio for alloys of different zirconium contents 
55 prepared in Example 2. 

[0015] FIG. 6 is a graph of the sintering temperature versus coercivlty for alloys of different zirconium contents pre- 
pared in Example 2. 

[0016] FIG. 7 Is a graph of the sintering temperature versus residual flux density for alloys of different zirconium 
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contents prepared In Example 2. 

[0017] FIG. B is a graph of the sintering tennperature versus squareness ratio for the nloblum-free magnet material 
and the niobium-containing magnet material prepared in Example 4. 

[0018] FIG. 9 Is a graph of the sintering temperature versus coerclvlty for the niobium-free magnet material and the 
niobium-containing magnet material prepared in Example 4. 

[0019] FIG. 1 0 is a graph of the sintering temperature versus residual flux density forthe niobium-free magnet material 
and the niobium-containing magnet material prepared in Example 4. 

[0020] FIG. 11 is a graph of the sintering temperature versus squareness ratio for alloys of different niobium contents 
prepared in Example 5. 

[0021] FIG. 12 is a graph of the sintering temperature versus coerclvlty for alloys of different niobium contents pre- 
pared in Example 5. 

[0022] FIG. 13 is a graph of the sintering temperature versus residual flux density for alloys of different niobium 
contents prepared in Example 5. 

[0023] FIG. 1 4 is a graph of the sintering temperature versus squareness ratio for the hafnium-free magnet material 
and the hafnium-containing magnet material prepared in Example 7. 

[0024] FIG. 15 Is a graph of the sintering temperature versus coercivity for the hafnium-free magnet material and 
the hafnium-containing magnet material prepared In Example 7. 

[0025] FIG. 1 6 Is a graph of the sintering temperature versus residual flux density forthe hafnium-free magnet material 
and the hafnium-containing magnet material prepared in Example 7. 

[0026] FIG. 1 7 is a graph of the sintering temperature versus squareness ratio for alloys of different hafnium contents 
prepared in Example 8. 

[0027] FIG. 1 8 is a graph of the sintering temperature versus coercivity for alloys of different hafnium contents pre- 
pared in Example 8. 

[0028] FIG. 19 is a graph of the sintering temperature versus residual flux density for alloys of different hafnium 
contents prepared in Example 8. 

[0029] FIG. 20(a) and (b) are photomicrographs showing giant, abnomially grown grains in prior-art rare-earth per- 
manent magnet materials. 

FURTHER EXPLANATIONS; PREFERRED AND OPTIONAL FEATURES 

[0030] R-Fe-B base magnet alloys are described in further detail. In the Invention. R denotes one or two or more 
rare earth elements including the elements of atomic numbers 57 to 71 in the periodic table. The residual magnetic 
flux density and the energy product of R-Fe-B base magnetic alloys have been improved by increasing the volumetric 
proportion of the magnetic Fe^4R2Bi phase and decreasing in inverse proportion thereof the non-magnetic rare earth- 
rich grain boundary phase. The rare earth-rich phase serves to generate coercive force by cleaning the crystal grain 
boundaries of the fe^4^2^A phase and removing grain boundary Impurities and crystal defects. Hence, the rare 
earth-rich phase cannot be entirely removed from the magnetic alloy structure, regardless of how high this would make 
the flux density. Therefore, we envisage a key to improvement of the magnetic properties In how to make the most 
effective use of a small amount of rare earth-rich phase for cleaning the grain boundaries, and thus achieve a high 
coercivity. The rare earth-rich phase is chemically active, and so it generally oxidizes easily in the course of processes 
such as milling and sintering, resulting in the fomrtation of a rare earth oxide layer and consumption of the rare earth- 
rich phase. If the rare earth-rich phase, which has already been set to a low content in the alloy, reacts with oxygen 
during these production processes and is consumed as an oxide, the quality of the grain boundary structure cannot 
be fully enhanced, making it impossible in turn to attain the desired coercivity. Effective use of the minimal amount of 
rare earth-rich phase so as to obtain high-performance magnets having a high residual flux density and a high coercivity 
Is possible only if measures are taken for preventing oxidation of the rare earth-rich phase throughout the production 
process. On the latest high-perfomiance rare earth magnet production lines, each process, including milling, compact- 
ing and sintering, is carried out in a completely oxygen-free state so as to minimize oxides of the non-magnetic rare 
earth-rich phase and rare earth. The aim In so doing Is to maximize the amount of the magnetic Fe^4R2Bi ph€ise and 
enhance the magnetic properties of the magnet. 

[0031] Unfortunately, the>eduction in the content of the rare earth oxide phase achieved by preventing oxidation 
reactions in this way creates a new problem; namely, the fomnation of abnomially grown grains in the sintering process, 
[0032] In the sintering process, denslfication proceeds via a sintering reaction within the finely divided powder. As 
particles of the pressed and compacted fine powder mutually bond at the sintering temperature, the pores diffused 
throughout the powder are displaced to the exterior, so that the powder fills the space within the compact, causing it 
to shrink. Tlie rare earth-rich liquid phase present at this time is believed to promote a smooth sintering reaction. 
[0033] In the last stage of the sintering process, the remaining pores are diffused out and excluded from the system, 
allowing the sintered compact to achieve its final density. As this final rise in density is taking place, each of the crystal 
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grains for which sintering is complete begins to undergo Ostwald ripening. The grain boundaries of each crystal grain 
are themselves lattice defects. As ripening proceeds, the grain boundary length per unit volume decreases, reducing 
the interfacial energy at the grain boundaries and lowering the overall free energy of the sintered compact so that it 
becomes stable • 

5 [0034] In domain wall nucleation-type magnets such as sintered rare earth magnets, smaller crystal grains generally 
result In a higher coercivity. Hence, a sintered compact having the smallest possible crystal grains is preferred. The 
reason why larger crystal grains result in a lower coercivity is thought to be the increased probability, as the crystals 
grow and the grain boundary surface area per grain increases, for the presence of major lattice defects capable of 
generating domain walls in a low magnetic field. 

10 [0035] It is predicted that the coercivity of a rare earth magnet will Increase as the crystal grain becomes smaller, 
down to a single domain grain size of about 0.3 ^im for rare earth magnets, at which point the Influence of lattice defects 
becomes less significant. However, on account of constraints having to do with such factors as the milling process, 
the stability of finely divided powder and the sintering conditions, the lower limit on the average grain size in sintered 
compacts achievable at present In sintered rare earth magnets is several microns, and at best about 2 microns. 

15 [0036] As already noted, in the last stage of the sintering process, final densif icatlon proceeds in the sintered compact 
and growth of the crystal grains occurs. High densif Ication is essential for enhancing the flux density of the magnet, 
but growth of the crystal grains must be prevented to maintain the coercivity. In prior-art rare earth magnets, a fixed 
amount of rare earth oxide has been present as inclusions, such as at triple Junctions on grain boundaries. By pinning 
the grain boundary migration that accompanies crystal growth, this rare earth oxide has made It possible to suppress 

20 grain boundary migration (i.e., growth of the crystal grains) while allowing densification of the sintered compact to 

[0037]^ However, in high-performance rare earth magnets which have alow rare earth content and for which oxidation 
during production has been suppressed, too little rare earth oxide is present to achieve a sufficient pinning effect. As 
a result, certain crystal grains rapidly grow in size at the sintering temperature, leading to the fomiation of giant, ab- 
25 normally grown grains. Electron micrographs of such grains are shown in FIGS. 20(a) and (b). In some of the crystal 
grains that grow abnormally in this way, growth occurs in the original direction of orientation, while in others growth 
occurs in a different direction. 

[0038] Magnetic domains due to an anchoring effect are apparent in FIGS. 20(a) and (b). However, because the 
direction of the 1 80» domain wall differs for each abnormally grown grain, it is apparent that the orientation is disorderly. 

30 Crystal grains in which the orientation has not changed but which have become large in size have a lower coercivity. 
and crystal grains in which the orientation is disorderiy as well have both a lower coercivity and a lower residual flux 
density. Hence, the hysteresis curve for the magnet has a poor squareness, resulting in inferior magnetic properties. 
[0039] We find that we can Improve high-perfomnance magnet production in this respect by unifomrily dispersing a 
compound selected from among zirconium-boron (Zr-B) compounds, niobium-boron (Nb-B) compounds and hafnium- 

35 boron (Hf-B) compounds as a major component, preferably at average precipitated grain size of at most 6 \m and at 
a maximum inten/al between adjacently precipitated grains of the compound of at most 50 ^im. That is. unifomn dis- 
persion of this type of Zr-B compound, Nb-B compound or Hf-B compound made it possible to very effectively suppress 
grain growth In the sintered compact. The grain boundary pinning effects of Zr-B compounds, Nb-B compounds and 
Hf-B compounds seem at least as good as the effects of rare earth oxide, even at a small grain size of 5 jun or less. 

40 Hence, the uniform dispersion of such a compound, especially with maximum interval between neighboring precipitated 
grains of the compound of 50 |im or less, enables the compound to effectively suppress grain growth when used in a 
smaller amount than rare earth oxide. Such effects by Zr-B compounds. Nb-B compounds and Hf-B compounds enable 
the formation of giant, abnonnally grown grains to be suppressed over a broad sintering temperature range, thus 
making it possible to hold the volumetric proportion for giant, Fe^FfeBi phase, abnonmally grown grains having a gram 

43 size of 1 00 ^tm or more to at most 3%, based on the overall metal microstructure. 

[0040] Hence, the R-Fe-B base permanent magnet material of the present invention is composed of a rare earth- 
iron-boron magnetic alloy which contains a fe^4^2^^ Pnmary phase In a volumetric proportion of 87.5 to 97.5% by 
volume and a rare earth oxide or rare earth and transition metal oxide in a volumetric proportion of 0. 1 to 3% by volume. 
The alloy has a metal microstructure containing as a major component a compound selected from among zirconium- 

50 boron compounds, niobium-boron compounds and hafnium-boron compounds. This desirably has an average grain 
size of at most 5 \m and is unifonnly distributed within the alloy such that the maximum interval between adjacently 
precipitated grains of the compound is at most 50 p.m. 

[0041] This rare-earth permanent magnet material contains preferably at most 3% by volume of giant, abnormally 
grown Fe^4R2Bi phase grains having a grain size of 100 pjrn or more, based on the overall metal microstructure. 
55 [0042] The rare-earth permanent magnetic alloy of the Invention has a composition by weight that preferably includes 
27 to 33% and especially 28.8 to 31 .5%, of one or more rare earth element (R); 0.1 to 10%, and especially 1.3 to 
3 4% of cobalt; 0.9 to 1.5%, and especially 0.95 to 1.15%. of boron; 0.05 to 1,0%, and especially 0.1 to 0.5%, of 
aluminum- 0.02'to 1 .0%, and especially 0.05 to 0.3%, of copper; 0.02 to 1 .0%, and especially 0.05 to 0.3%, of element 
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selected from among zirconium, niobium and hafnium; 0.03 to 0.1%, and especially 0.04 to 0.07%, of carbon; 0.05 to 
0.5%. and especially 0.08 to 0.4%, of oxygen; and 0.002 to 0.05%, and especially 0.005 to 0.03%, of nitrogen; with 
the balance essentially iron (iron and inadvertent impurities; see also below). 

[0043] As noted above, R is preferably at least one selected from the group consisting of Pr, Nd, Tb, Dy and Ho. 
5 More preferably, one of the rare-earth elements (R) is Nd (neodymium). The content of neodymium is preferably 15 to 
33 wt %, and is more preferably 18 to 33 wt %. The alloy preferably has a rare-earth element content of 27 to 33 wt 
%. Less than 27 wt % of R may lead to an excessive decline in coercivity whereas more than 33 wt % of R may lead 
to an excessive decline in residual flux density. 

[0044] In the practice of the Invention, substituting some of the iron with cobalt is effective for improving the Curie 
10 temperature (Tc). However, at a cobalt content of less than 0.1 wt %, the Curie temperature improving effect is small. 
From the standpoint of cost, a cobalt content of 0.1 to 10 wt % is desirable. 

[0045] At a boron content below 0.9 wt %, the decrease in coercivity may become excessive, whereas a boron 
content above 1 .5 wt % of boron may result In an excessive decline In residual flux density. Hence, a boron content of 

0.9 to 1 .5 wt % is pretended. 

15 [0046] Aluminum is effective for raising the coercivity without incurring additional cost. At less than 0.05 wt %, the 
increase in coercivity is very small, whereas the presence of more than 1 .0 wt % of aluminum may result In a large 
decline in the residual flux density. Hence, an aluminum content of 0.05 to 1 .0 wt % is preferred. 
[0047] A copper content of from 0.02 to 1 .0 wt % Is advantageous. A less than 0.02 wt %, the.coerclvlty increasing 
effect is negligible, whereas the presence of more than 1 .0 wt % of copper may result in an excessive decrease In the 

20 residual flux density. 

[0048] The element selected from among zirconium, niobium and hafnium, v^en added in combination with copper, 
expands the optimal sintering temperature range. In addition, of the magnetic properties, it helps Increase the coercivity 
In particular. At less than 0.02 wt %, the coercivity Increasing effect is negligible, but at more than 1 .0 vtrt %, an excessive 
decrease in the residual flux density may result. Hence, a content of this element within a range of 0.02 to 1 .0 wt % is 
25 preferred. 

[0049] An oxygen content below 0.05 wt % tends to lead to excessive sintering, and ultimately a poor squareness 
ratio. On the other hand, at an oxygen content above 0.5 wt %, the presence of oxide elicits the same uniform Zr-B 
compound, Nb-B compound or Hf-B compound precipitating effects as the present Invention. Hence, an oxygen content 
of 0.05 to 0.5 wt % is preferred. 
30 [0050] At a carbon content of less than 0.03 wt %, excessive sintering tends to arise and the squareness ratio is 
often poor. On the other hand, at more than 0.1 wt %, the sinterabllity and squareness are often poor and the coercivity 
tends to decline. Hence, a carbon content of 0.03 to 0.1 wt % is desirable. 

[0051] At a nitrogen content below 0.002 wt %, excessive sintering tends to arise and the squareness ratio is often 
poor. On the other hand, at above 0.05 wt %, the sinterabllity and squareness ratio are often poor and the coercivity 
35 tends to decline. Hence, a nitrogen content of 0.02 to 0.05 wt % is desirable. 

Note that all the preferred ranges disclosed above may be taken independently of one another or In any combination, 
and that the same applies to upper and lower limits of any of the ranges since of course these usually apply for distinct 
technical reasons. 

[0052] The copper and the zirconium, niobium or hafnium used in the material may be used as alloys or admixtures 
40 with the iron or aluminum employed as starting materials. The additional presence of a small amount of up to 0.2 wt 
% of lanthanum, cerium, samarium, nickel, manganese, silicon, calcium, magnesium, sulfur, phosphorus, tungsten, 
molybdenum, tantalum, chromium, gallium and titanium already present In the starting materials or admixed during 
the production processes is usually acceptable in the invention. 

[0053] A pemnanent magnet material of the invention can be produced by using materials such as those indicated 
in the subsequent examples to prepare an alloy according to a conventional process, then subjecting the alloy as 
needed to hydrogenatlon and seml-dehydrogenatlon, followed by pulverization, forming, sintering and heat treatment. 
Use can also be made of what is sometimes referred to as a "two alloy process." 

[0054] We have found that by subjecting an R-Fe-B-Cu base system which contains a very small amount of zirconium, 
niobium or hafnium and has a composition within a fixed range to alloy casting, milling, pressing, sintering and also 
so heat treatment at a temperature lower than the sintering temperature, the residual magnetk: flux density (Br) can be 
increased somewhat and the coercivity (IHc) can be greatly increased, giving an excellent squareness ratio. Moreover, 
the optimal sintering temperature range can be broadened by from 20 to 60**C. 

[0055] The permanent magnet materials of the invention can thus be endowed with excellent magnetic properties, 
preferably iny or all of a residual flux density (Br) of at least 1 2.5 G, a coercivity (IHc) of at least 1 0 kOe, and a squareness 
S5 ratio (4x (BH)n^Br2) of at least 0.95. Note that (BH)^^^ is the maximum energy product. 
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EXAMPLES 

[0056] The following examples and comparative examples are provided to illustrate the invention, and are not in- 
tended to limit the scope thereof. . 
5 [0057] The volumetric proportion of the Fei4R2Bi phase, the volumetric proportion of the rare earth oxide or rare 
earth and transition metal oxide, and the volumetric proportion of giant, abnonnally grown grains of Fei4R2B, phase 
having a grain size of at least 100 jim in the rare-earth pennanent magnet materials prepared in the examples and 
comparative examples are shown collectively in Table 13. 

10 Example 1 

[00581 The starting materials neodymium, praseodymium, dysprosium, electrolytic iron, cobalt, ferroboron, alumi- 
num copper and ferrozirconium were formulated to a composition, by weight, of 27Nd-2Pr-1 Dy-balance Fe-3Co-IB- 
0 5AI-0 2Cu-XZr (where X is 0 or 02) so as to compare the effects of zirconium addition and non-addition, following 
15 which the respective alloys were prepared by a double roll quenching process. The alloys were then subjected to 
hydrogenation in a 1 .0 ± 0.2 kgf/cm2 hydrogen atmosphere, following which dehydrogenation was earned out at 70O'C 
for a period of 5 hours in a si Q Z torr vacuum. Each of the alloys obtained following hydrogenation and dehydrogenation 
was in the fonn of a coarse powder having a particle size of several hundred microns. The coarse powders were each 
mixed with a lubricant (0.08 wt % of oleic acid) in a twin shell mixer, and pulverized to an average particle size of about 
20 3 urn under a stream of nitrogen in a jet mill. The resulting fine powders were filled into the die of a press, oriented in 
a 1 0 kOe magnetic field, and subjected to compaction under a pressure of 1 .2 metric tons/cmZ applied peqaendicular 
to the magnetic field. The powder compacts thus obtained were sintered at temperatures of from 1 ,020 to 1 ,1 OO'C for 
2 hours in argon, then cooled. After cooling, they were heat-treated at SOO'C for 1 hour in argon, yielding pennanent 
magnet materials of the respective compositions. These R-Fe-B base pennanent magnet materials had a carbon con- 
25 tent of 0 031 to 0.043 wt %, a nitrogen content of 0.009 to 0.01 7 wt %, and an oxygen content of 0.1 05 to 0.1 86 wt %. 
[0059] The magnetic properties of the resulting magnet materials are shown in FIGS. 1 to 3. The relationship between 
the sintering temperature and the squareness ratio shown in FIG. 1 indicates that zirconium-free product (comparative 
example) when sintered at 1 ,020«C and 1 .040»C, had good squareness ratios of 0.954 and 0.955, respectively. How- 
ever the residual magnetic flux density (Br) of the zirconium-free product was 12.95 kG when sintered at 1 ,020»C. and 
30 was 'l 3 24 kG when sintered at 1 ,040»C. Because the residual flux density for product sintered at 1 .020»C was unac- 
ceptably low the only optimal sintering temperature for zirconium-free product was 1,040-C. Zirconium-containing 
product sintered at 1 040''C, 1 ,060»C and 1 .080'C showed a good and substantially unchanged residual flux density 
(Br) coercivity (iHc) and squareness ratio, indicating an optimal sintering temperature range of 40»C. Moreover, at the 
optimal sintering temperatures, the zirconium-containing magnet material showed an increase in residual flux density 
35 of 1 00 G and an increase in coercivity of 1 kOe relative to the zirconium-free magnet material, indicating that zirconium 
addition is better than non-addition. , u. • 

[0060] FIGS. 4(a) and (b) shows polarizing microscope images of thesintered compacts. In FIG. 4(a) of thezirconium- 
f ree product, areas of abnomnai grain growth to about 500 ^m are apparent in two places. 

[0061] The element distribution patterns obtained with an electron probe mteroanalyzer (EPMA) showed that, in the 
40 zirconium-containing magnet material, the zirconium-boron compound having a grain size up to 5 jim was unifonnly 
and finely precipitated at an interval of 50 ^m or less. Quantitative analysis with an EPMA indicated that this zirconium- 
boron compound was mainly composed of Zr and B. 

[0062] The foregoing results demonstrate that the addition of zirconium and the unifonn and fine precipitation of a 
zirconium-boron compound within the sintered compact suppresses abnormal grain growth and broadens the optimal 
45 sintering temperature range. 

Example 2 

[0063] The starting materials neodymium. Tb (tertaium), electrolylfc iron, cobalt, fen-oboron. aluminum, copper and 
ferrozirconium were formulated to a composition, by weight, of 30.0Nd-0.5Tb-balance Fe-ICo-1.1B-0.7AI-0.1Cu-XZr 
(where X is 0 01 0.3 or 1 .2) so as to compare the effects of different amounts of zirconium addition, following which 
the formulations were induction melted and cast in a water-cooled copper mold to give ingots of the respective com- 
positions The cast ingots were coarsely ground in a Brown mill, then processed under a stream of nitrogen in a jet 
mill to give fine powderc having an average particle size of about 3 jim. The resulting powders were filled into the die 
of a press oriented in a 15 kOe magnetic field, and subjected to compaction under a pressure of 0.7 metric ton/cm 
applied perpendicular to the magnetic field. The powder compacts thus obtained were sintered at temperatures of from 
1 020 to 1 1 0O'C for 2 hours in argon, then cooled. After cooling, they were heat-treated at BOO'C for 1 hour in argon, 
yielding permanent magnet materials of the respective compositions. These R-Fe-B base permanent magnet matenals 
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had a carbon content of 0.081 to 0.092 wt %, a nitrogen content of 0.003 to 0.010 wt %, and an oxygen content of 
0.058 to 0.081 wt %. 

[0064] The magnetic properties of the resulting magnet materials are shown in FIGS. 5 to 7. The relationship between 
the sintering temperature and the squareness ratio shovv^ in FIQ. 5 indicates that the material having a zirconium 

5 content of 0.01 wt % (0.01 Zr product), when sintered at 1 .OZO^'C and 1 ,040**C, had good squareness ratios of 0.966 
and 0.955, respectively. However, the residual flux density (Br) was 1 3.07 kG when sintered at 1 ,020'C and was 13.46 
kG when sintered at 1 ,040*C, indicating that the residual flux density of the magnet material sintered at 1 ,020'C tended 
to be somewhat inferior. By contrast, the 0.3 Zr product, when sintered at 1 ,040'C, 1 ,060*C and 1 .OBO^C, exhibited a 
good residual magnetic flux density, coercivity and squareness ratio that remained substantially unchanged. Hence, 

10 this product had an optimal sintering temperature range was 40^*0. The 1.2 Zr product, when sintered at 1,040*C, 
1 ,060'»C and 1 ,080^*0, exhibited a residual magnetic flux density, coerchrity and squareness ratio that remained sub- 
stantially unchanged, indicating that it also had an optimal sintering temperature range of 40^*0. However, because 
the 0.3 Zr product had a higher residual flux density of 13.60 to 13.66 kG and a higher coercivity of 15.0 to 15.5 kOe, 
it was clearly superior. 

15 [0065] The element distribution patterns obtained with an EPMA showed that, in the 0.3 Zr product, zirconium-boron 
compound having a grain size up to 5 \um was unifonmly and finely precipitated at intervals of 50 \m or less. In the 
0.01 Zr product, zirconium-boron compound having a grain size of up to 5 jxm precipitated at intervals of more than 50 
\ixr\ and lacked the same degree of uniformity as the 0.3 Zr product. In the 1 .2 Zr product, the zirconium-boron compound 
having a grain size up to 5 fxm precipitated at an interval of 50 |im or less, but because the zirconium content was too 

20 high, the magnetic properties tended to be lower than those of the 0.3 Zr product. Quantitative analysis with an EPMA 
indicated that this zirconium-boron compound was mainly composed of Zr and B. 

[0066] The foregoing results demonstrate that uniform and fine precipitation of a zirconium-boron compound with a 
grain size up to 5 ^m within the sintered compact at an interval of not more than 50 |xm suppresses abnormal grain 
growth and broadens the optimal sintering temperature range. 

25 

Example 3 

[0067] In this example, attempts were made to achieve even higher magnetic properties by applying a two alloy 
process to the material. The following experimental conditions were used In Examples 3-1 , 3-2, 3-3 and 3-4 below, in 
30 which only the compositions of the mother alloy and the auxiliary alloy were varied. In each example, the mother alloy 
was fabricated by single roll quenching, then subjected to hydrogenation in a hydrogen atmosphere at 0.5 to 2.0 kgf/ 
cm2, followed by semi-dehydrogenation In a <10"2 torr vacuum and at 500*C for 3 hours. The auxiliary alloy was 
induction melted, then cast In a water-cooled copper mold, giving a cast ingot, 

[0068] Next, 90 wt % of the mother alloy and 10 wt % of the auxiliary alloy were weighed out, 0.05 wt % of zinc 
35 stearate was added as a lubricant, and mixing was carried out in a twin shell mixer The mixture was then pulverized 
in a jet mill under a nitrogen stream, giving a fine powder having an average particle size of about 4 ^im. The resulting 
powders were filled into the die of a press, oriented in a 12 kOe magnetic field, and subjected to compaction under a 
pressure of 0.5 metric ton/cnn^ applied in a direction perpendicular to the magnetic field. The powder compacts thus 
obtained were sintered at temperatures ranging from 1,020*C to 1,100*C in 10*C increments for 2 hours under a 
^ vacuum of ^1 O ^* torr. then cooled. After cooling, the sintered compacts were heat-treated at 500"C for 1 hour under a 
vacuum of <10-2 torr, yielding permanent magnet materials of the respective compositions. 

Example 3-1 

45 [0069] The mother alloy was fomiulated to a composition, by weight, of 30.0Nd-balance Fe-4.6Co-1 ,4B-0.2AI-XZr 
(where X Is 0 or 0.5), and the auxiliary alloy was formulated to a composition of 36.0Nd-1 0.2Dy-balance Fe-25.8Co- 
0.2AI-2.4CU. The overall composition after mixture was 29.7Nd-1 .ODy-balance Fe-6.7Co-1 .2B-0.2AI-0.24Cu-XZr 
(where X is 0 or 0.45). 

so Example 3-2 

[0070] The mother alloy was formulated to a composition, by weight, of 28.4Nd-balance Fe-1 .9Co-1 .3B-0.4AI-XZr 
(where X is 0 or 0.4), and the auxiliary alloy to a composition of 36.9Nd-10.2Tb-balance Fe-30.2Co-0.6B-0.3AI-3.2Cu. 
The overall composition after mixture was 29.3Nd-1 .OTb-balance Fe-4.7Co-1 .2B-0.4Al-0.32Cu-XZr (where X is 0 or 
55 0.39). 
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Example 3-3 

[0071] The mother alloy was formulated to a composition, by weight, of 27.2Nd-balance Fe-0.9Co-1 .0B-0.2AI, and 
the auxiliary alloy to a composition of 50.1 Nd-9.4Dy;balance Fe-23.9Co-1 .08-0.2AI-1 .1 Cu-XZr (where X is 0 or 1 .1). 
5 The overall composition after mixture was 29.5Nd-0.9Tb-balance Fe-3.2Co-1.08-0.2AI-0.1Cu-X2r (where X is 0 or 
0.11). 

Example 3-4 

10 [0072] The mother alloy was fomiulated to a composition, by weight, of 27.0Nd-1 .ODy-balance Fe-4.6Co-1 .3B-0.4AI- 
XZr (where X is 0 or 0.45), and the auxiliary alloy to a composition of 35.6Nd-9.8Tb-balance Fe-29.0Co-0.3AI-2.3Cu- 
XZr (where X is 0 or 0.45). Mixture was carried out by combining a zirconium-free mother alloy with a zirconium-free 
auxiliary alloy, and by combining a zirconium-containing mother alloy with a zirconium-containing auxiliary alloy. The 
overall composition after mixture was 27.9Nd-2.3Dy-1.0Tb-balance Fe-7.0Co-1 .1B-0.4AI-0.2Cu-XZr (where X is 0 or 

15 0.45). 

[0073] As is apparent from the results obtained, which are shown in Tables 1 to 4 below, in each of Examples 3-1 to 
3-4, the zirconium-containing magnet material had a better residual magnetic flux density, coercivity and squareness 
ratio than the zirconium-free magnet material. Moreover, the results also demonstrated that the addition of zirconium 
expanded the optimal sintering temperature range. 

20 



Table 1 . 



35 



Example 3-1 


Zr content 


Optimal sintering temperature range 


Br 


IHc 


Squareness ratio 


0 


1 ,050*»C only 


13.53 


12.8 


0.958 


0.45 


1,050 - 1,070«C 


13.54-13.61 


13.2 - 13.8 


0.963 - 0.966 


Table 2. 


Example 3-2 


Zr content 


Optimal sintering temperature range 


Br 


IHc 


Squareness ratio 


0 


1 ,060*»C only 


13.45 


12.5 


0.957 


0.39 


1,060 - 1,080*C 


13.53 - 13.61 


13.3 - 13.8 


0.959 - 0.964 



Table 3. 



Example 3-3 


Zr content 


Optimal sintering temperature range 


Br 


IHc 


Squareness ratio 


0 


1,060*='C only 


13.58 


13.1 


0.956 


0.11 


1,060 -1,080*»C 


13.61 - 13.66 


13.7-14.1 


0.961 - 0.963 


Table 4. 


Example 3-4 


Zr content 


Optimal sintering temperature range 


Br 


iHc 


Squareness ratio 


0 


1 ,080*0 only 


12.88 


16.9 


0.956 


0.45 


1,080- 1,1 OO^C 


12.92-13.02 


17.1 - 17.7 


0.961 - 0.963 



55 [0074] The element distribution patterns obtained with an EPMA showed that, in the zirconium-containing products 
In each of Examples 3-1 to 3-4, zirconium-boron compound having a grain size up to 5 )j.m was uniformly and finely 
precipitated at an interval of 50 )xm or less. Quantitative analysis with an EPMA Indicated that this zirconium-boron 
compound was mainly composed of Zr and B. 
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[0075] These results demonstrate that, in a two alloy process as well, the addition of zirconium and the uniform and 
fine precipitation of a zirconium-boron compound within the sintered compact has the effect of suppressing abnonnal 
grain growth and broadening the optimal sintering temperature range. 

Example 4 

[0076] The starting materials neodymium, praseodymium, dysprosium, electrolytic Iron, cobalt, ferroboron, alumi- 
num, copper and ferroniobium were formulated to a composition, by weight, of 26.5Nd-2.2Pr-2.5Dy-balance Fe-4.5Co- 
1 .1 B-0.4AI-0,5Cu-XNb (where X is 0 or 0.2) so as to compare the effects of niobium addition and non-addition, following 
which the respective alloys were prepared by a double roll quenching process. The alloys were subjected to hydro- 
genation in a 1 ,5±0.3 I<gf/cm2 hydrogen atmosphere, following which dehydrogenatlon was carried out at 800'C for a 
period of 5 hours in a <1 0-2 torr vacuum. Each of the alloys obtained following hydrogenatlon and dehydrogenatlon 
treatment was in the form of a coarse powder having a particle size of several hundred microns. The coarse powders 
were each mixed with a lubricant (0.05 wt % of zinc stearate) in a twin shell mixer, and pulverized to an average particle 
IS size of about 3 |im under a stream of nitrogen in a jet mill. The resulting fine powders were filled into the die of a press, 
oriented in a 15 kOe magnetic field, and subjected to compaction under a pressure of 0.5 metric ton/cm2 applied 
perpendicular to the magnetic field. The powder compacts thus obtained were sintered at temperatures of from 1 ,000 
to 1 ,080»C for 2 hours In argon, then cooled. After cooling, they were heat-treated at SOO^C for 1 hour in argon, yielding 
permanent magnet materials of the respective compositions. These R-Fe-B base pemianent magnet materials had a 
20 carbon content of 0.061 to 0.073 wt %, a nitrogen content of 0.019 to 0.027 wt %, and an oxygen content of 0.095 to 
0.116 wt%. 

[0077] The magnetic propert:ies of the resulting magnet materials are shown in FIGS. 8 to 10. The relationship be- 
tween the sintering temperature and the squareness ratio shown in FIG. 8 indicates that niobium-free product (com- 
parative example), when sintered at 1 ,OO0^C and 1 ,020«C, had good squareness ratios of 0.961 and 0.956, respec- 
ts tively. However, the residual magnetic flux density (Br) of the niobium-free product was 12.87 kG when sintered at 
1 ,000'C, and was 1 3.23 kG when sintered at 1 ,020*C. Because the residual flux density for product sintered at 1 ,000«C 
was unacceptably low, the only optimal sintering temperature for niobium-free product was 1 ,020*C. Niobium-contain- 
ing product sintered at 1 ,020^C, 1 .040«C and 1 ,060"C showed a good and substantially unchanged residual flux den- 
sity, coercivity (iHc) and squareness ratio, indicating an optimal sintering temperature range of 40*C. Moreover, at the 
30 optimal sintering temperatures, the niobium-containing magnet material showed an Increase In residual flux density of 
80 G and an increase in coercivity of 500 Oe relative to the niobium-free magnet material, Indicating that niobium 
addition Is better than non-addition. 

[0078] Abnonnal grain growth to about 500 |im was observed in polarizing microscope images of sintered compacts 
prepared from the niobium-free alloy. 
35 [0079] The element distribution patterns obtained with an EPMA showed that, in the niobium-containing magnet 
material, the niobium-boron compound having a grain size up to 5 p.m was unifonnly and finely precipitated at an 
interval of 50 |im or less. Quantitative analysis with an EPMA indteated that this niobium-boron compound was mainly 
composed of Nb and B. 

[0080] The foregoing results demonstrate that the addition of niobium and the unifomri and fine precipitation of a 
^0 niobium-boron compound within the sintered compact suppresses abnormal grain growth and broadens the optimal 
sintering temperature range. 

Example 5 

45 [0081] The starting materials neodymium, Tb, electrolytic Iron, cobalt, ferroboron, aluminum, copper and ferroniobium 
were formulated to a composition, by weight, of 29.1 Nd-0.2Tb-balance Fe-2.7Co-1 .2B-0.4AI-0.5Cu-XNb (where X is 
0.01 , 0.57 or 1 .1 5) so as to compare the effects of different amounts of niobium addition, following which the formulations 
were induction melted and cast in a water-cooled copper mold to give ingots of the respective compositions. The cast 
Ingots were coarsely ground In a Brown mill, then processed under a stream of nitrogen in a jet mill to give fine powders 

50 having an average particle size of about 6 jun. The resulting powders were filled into the die of a press, oriented in a 
1 2 kOe magnetic field, and subjected to compaction under a pressure of 1 ,2 metric tons/cm^ applied perpendicular to 
the magnetic field. The powder compacts thus obtained were sintered at temperatures of from 1 ,000 to 1 ,080'C for 2 
hours in a <10-^ torr vacuum, then cooled. After cooling, they were heat-treated at 500**C for 1 hour in a <10-2 torr 
vacuum, yielding permanent magnet materials of the respective compositions. These R-Fe-B base pemnanent magnet 

55 materials had a carbon content of 0.030 to 0.038 wt %, a nitrogen content of 0.027 to 0.041 wt %, and an oxygen 
content of 0.328 to 0.41 8 wt %. 

[0082] The magnetic properties of the resulting magnet materials are shown In FIGS. 11 to 13. The relationship 
between the sintering temperature and the squareness ratio shown in FIG. 11 indicates that the material having a 
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niobium content of 0.01 wt % (0.01 Nb product), when sintered at 1 ,000**C and 1 ,020**C, had good squareness ratios 
of 0.951 and 0.953, respectively. However, the residual magnetic flux density was 13.37 kG when sintered at 1 ,000**C 
and was 13.55 kG when sintered at 1 ,020*C, indicating that the residual flux density of the magnet material sintered 
at 1 ,000*C tended to be somewhat inferior. By contrast, the a57 Nb product, when sintered at 1 ,020^*0, 1 ,040*C and 

5 1 ,060*C, exhibited a good residual magnetic flux density, coercivity and squareness ratio that remained substantially 
unchanged. Hence, this product had an optimal sintering temperature range of 40**C. The 1.15 Nb product, when 
sintered at 1 ,020**G, 1 ,040*C and 1 ,060**C, exhibited a residual magnetic flux density, coercivity and squareness ratio 
that remained substantially unchanged, indicating that it also had an optimal sintering temperature range of 40*0. 
However, because the product containing 0.57 Nb had a higher residual flux density of 1 3.65 to 1 3.67 kG and a higher 

10 coercivity of 1 4.9 to 1 5.2 kOe, it was clearly superior. 

[0083] The element distribution patterns obtained with an EPMA showed that, in the 0.57 Nb product, niobium-boron 
compound having a grain size up to 5 |xm was uniformly and finely precipitated at an interval of 50 iim or less. In the 
1 .15 Nb product, the niobium-boron compound having a grain size up to 5 ^im was precipitated at an interval of 50 jxm 
or less, but because the niobium content was too high, the magnetic properties tended to be lower than those for the 

15 0.57 Nb product. Quantitative analysis with an EPMA indicated that this niobium-boron compound was mainly com- 
posed of Nb and B. 

[0084] The foregoing results demonstrate that uniform and fine precipitation of a niobium-boron compound with a 
grain size up to 5 |j.m within the sintered compact at an interval of not more than 50 pm suppresses abnormal grain 
growth and broadens the optimal sintering temperature range. 

20 

Example 6 

[0085] In this example, attempts were made to achieve even higher magnetic properties by applying a two alloy 
process to the invention. The following experimental conditions were used in Examples 6-1 , 6-2, 6-3 and 6-4 below, 
25 in which only the compositions of the mother alloy and the auxiliary alloy were varied. In each example, the mother 
alloy was fabricated by single roll quenching, then subjected to hydrogenation in a hydrogen atmosphere at 0.5 to 2.0 
kgf/cm2, followed by seml-dehydrogenation in a ^10*2 torr vacuum and at 500*0 for 3 hours. The auxiliary alloy was 
induction melted, then cast in a water-cooled copper mold, giving a cast ingot. 

[0086] Next, 92 wt % of the mother alloy and 8 wt % of the auxiliary alloy were weighed out, 0.05 wt % of the zinc 
30 stearate was added as a lubricant, and mixing was carried out in a twin shell mixer. The mixture was then pulverized 
In a jet mill under a nitrogen stream, giving a fine powder having an average particle size of about 4 |im. The resulting 
powders were filled into the die of a press, oriented in a 12 kOe magnetic field, and subjected to compaction under a 
pressure of 0.5 metric ton/cm^ applied In a direction perpendicular to the magnetic field. The powder compacts thus 
obtained were sintered at temperatures ranging from 1,020^*0 to 1,100*0 in 10*0 increments for 2 hours under a 
35 vacuum of <^0■^ torr, then cooled. After cooling, the sintered compacts were heat-treated at 500*0 for 1 hour in an 
argon atmosphere at <10-2 torr, yielding permanent magnet materials of the respective compositions. 

Example 6-1 

40 [0087] The mother alloy was fomiulated to a composition, by weight, of 27.9Nd-balance Fe-7.30o-1 .3B-0.2AI-XNb 
(where X is 0 or 0.4), and the auxiliary alloy was fonnulated to a composition of 36.0Nd-1 0.2Dy-balance Fe-25.80o- 
0.2AI-2.4OU. The overall composition after mixture was 28.6Nd-3.1Dy-balance Fe-8.8Oo-1.2B-0.2AI1-0.2Ou-XNb 
(where X is 0 or 0.4). 

45 Example 6-2 

[0088] The mother alloy was fonmulated to a composition, by weight, of 28. 1 Nd-1 .2Tb-balance Fe-3.7Co-1 .2B-0.4AI- 
XNb (where X Is 0 or 0.7), and the auxiliary alloy was formulated to a composition of 36.9Nd-10.2Tb-balance Fe- 
30.2Co-0.6B-0.3A!-3Ou. The overall composition after mixture was 28.8Nd-2.0Tb-balance Fe-5.8Co-1.1B-0.4AI- 
50 0.3Ou-XNb (where X is 0 or 0.7). 

Example 6-3 

[0089] The mother alloy was formulated to a composition, by weight, of 27.2Nd-balance Fe-0.90o-1 .0B-0.2A1, and 
55 the auxiliary alloy to a composition of 47.2Nd-8.9Dy-8.7Tb-balance Fe-22.5Oo-0.1 Al-1 .40u-XNb (where X is 0 or 1 .0). 
The overall composition after mixture was 28.8Nd-0.7Dy-0.7Tb-balance Fe-2.7Co-1 .08-0.2AI-0. 1 Cu-XNb (where X is 
Oor 0.1). 
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Example 6-4 



10 



[0090] The mother alloy was fomnulated to a composition, by weight, of 27.0Nd-2.5Dy-balance Fe-4.6Co-1 .3B-0.4AI- 
XNb (where X is 0 or 0.4), and the auxiliary alloy to a corrtposition'Of 35.5Nd-9.8Tb-balance Fe-29.0CO'0.3AI-2.3Cu- 
XNb (where X Is 0 or 0.4). Mixture was carried out by combining a nIobium-free mother alloy with a niobium-free auxiliary 
alloy, and by combining a niobium-containing mother alloy with a niobium-containing auxiliary alloy. The overall com- 
position after mixture was 27.7Nd-2.3Dy-0.8Tb-balance Fe-6.6Co-1 .2B-0.4AI-0.2Cu-XNb (where X is 0 or 0.4). 
[0091] As is apparent from the results obtained, which are shown in Tables 5 to 8 below, in each of Examples 6-1 to 
6-4, the niobium-containing magnet material had a better residual magnetic flux density, coercivity and squareness 
ratio than the niobium-free magnet material. Moreover, the results also demonstrated that the addition of niobium 
expanded the optimal sintering temperature range. 



Table 5. 



15 



20 



25 



Example 6-1 


Nb content 


Optimal sintering temperature range 


Br 


IHc 


Squareness ratio 


0 


1 ,040"C only 


13.24 


15.8 


0.952 


0.4 


1 .040 - 1 ,080*»C 


13.28-13.33 


16.6-16.8 


0.961 - 0.965 


Table 6. 


Example 6-2 


Nb content 


Optimal sintering temperature range 


Br 


IHc 


Squareness ratio 


0 


1,030*0 only 


13.46 


15.5 


0.954 


0.7 


1 ,030 - 1 ,070*0 


13.54-13.61 


16.3-16.8 


0.965 - 0.969 



30 



Table 7. 





Example 6-3 




Nb content 


Optimal sintering temperature range 


Br 


IHc 


Squareness ratio 




0 


1 ,030*C only 


13.58 


15.1 


0.951 




0.1 


1,030-1,070*0 


13.61 - 13.66 


15.9-16.5 


0.961 - 0.967 



Table 8. 



^0 



45 



50 



Example 6-4 


Nb content 


Optimal sintering temperature range 


Br 


IHc 


Squareness ratio 


0 


1 .040*0 only 


13.56 


14.8 


0.959 


0.4 


1 ,040 - 1 ,080*0 


13.66-13.72 


15.5-16.1 


0.967 - 0.970 



[0092] The element distribution patterns obtained with an EPMA showed that, in the niobium-containing products in 
each of Examples 6-1 to 6-4, niobium-boron compound having a grain size up to 5 jim was unifomrily and finely pre- 
cipitated at an interval of 50 yxm or less. Quantitative analysis with an EPMA indicated that this niobium-boron compound 
was mainly composed of Nb and B. 

[0093] These results demonstrate that, in a two alloy process as well, the addition of niobium and the unifonn and 
fine precipitation of a niobium-boron compound within the sintered compact has the effect of suppressing abnormal 
grain growth and broadening the optimal sintering temperature range. 



55 Example 7 

[0094] The starting materials neodymium, praseodymium. Tb. electrolytic iron, cobalt, ferroboron. aluminum, copper 
and ferrohafnium were fomiulated to a composition, by weight, of 28.5Nd-1 .0Pr-0.5Tb-balance Fe-4.0Co-1 .3B-0.4AI- 
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0.5Cu-XHf (where X is 0 or 0.4) so as to compare the effects of hafnium addition and non-addition, following which the 
respective alloys were prepared by a double roll quenching process. The alloys were subjected to hydrogenatlon in a 
2.0±0.5 kgf/cm2 hydrogen atmosphere, following which dehydrogenation was carried out at 400**C for a period of 3 
hours in a <1 0-2 torr vacuum. Each of the alloys obtaiped following hydrogenation and dehydrogenation treatment was 

5 in the form of a coarse powder having a particle size of several hundred microns. The coarse powders were each 
. mixed with a lubricant (0.05 wt % of Surfynol) in a twin shell mixer, and pulverized to an average particle size of about 
5 \im under a stream of nitrogen in a jet mill. The resulting fine powders were filled into the die of a press, oriented in 
a 12 kOe magnetic field, and subjected to compaction under a pressure of 1 .0 metric ton/cm^ applied perpendicular 
to the magnetic field. The powder compacts thus obtained were sintered at temperatures of from 1 ,000 to 1 ,080**C for 

10 2 hours in argon, then cooled. After cooling, they were heat-treated at 500*»C for 1 hour in argon, yielding pemnanent 
magnet materials of the respective compositions. These R-Fe-B base pemnanent magnet materials had a carbon con- 
tent of 0.051 to 0.063 wt %, a nitrogen content of 0.029 to 0.037 wt %, and an oxygen content of 0. 1 35 to 0.21 6 wt %. 
[0095] The magnetic properties of the resulting magnet materials are shown in FIGS. 14 to 16. The relationship 
between the sintering temperature and the squareness ratio shown in FIG. 14 indicates that hafnium-free product 

15 (comparative example), when sintered at 1 .OOO'^C and 1 ,020'*C, had good squareness ratios of 0.951 and 0.955, re- 
spectively. However, the residual magnetic flux density (Br) of the zirconium-free product was 12.93 kG when sintered 
at 1 ,000**C, and was 13,43 kG when sintered at 1,020*C. Because the residua! flux density for product sintered at 
1 ,000'C was unacceptably low, the only optimal sintering temperature for hafnium-free product was 1 ,020*C. Hafnium- 
containing product sintered at 1,020'*C, 1,040^*0 and 1 .oeO'^C showed a good and substantially unchanged residual 

20 flux density, coercivity (iHc) and squareness ratio, indicating an optimal sintering temperature range of 40*C. Moreover, 
at the optimal sintering temperatures, the hafnium-containing magnet material showed an increase in residual flux 
density of 80 G and an increase in coercivity of 700 Oe relative to the hafnium-free magnet material, indicating that 
hafnium addition is better than non-addition. 

[0096] Abnormal grain growth to about 500 \im was observed in polarizing microscope images of sintered compacts 
25 prepared from the hafnium-free alloy. 

[0097] The element distribution patterns obtained with an EPMA showed that, in the hafnium-containing magnet 
material, the hafnium-boron compound having a grain size up to 5 \im was uniformly and finely precipitated at an 
interval of 50 \xm or less. Quantitative analysis with an EPMA indicated that this hafnium-boron compound was mainly 
composed of Hf and B. 

30 [0098] The foregoing results demonstrate that the addition of hafnium and the uniform and fine precipitation of a 
hafnium-boron compound within the sintered compact suppresses abnomrial grain growth and broadens the optimal 
sintering temperature range. 

Example 8 

35 

[0099] The starting materials neodymium, praseodymium, dysprosium, electrolytic iron, cobalt, ferroboron, alumi- 
num, copper and ferrohafnium were fomnulated to a composition, by weight, of 28.7Nd-2.2Pr-1 .2Dy-balance Fe-3.6Co- 
1 .2B-0.4AI-0.5Cu-XHf (where X is 0.01 , 0.41 or 1 .22) so as to compare the effects of different amounts of hafnium 
addition, following which the respective compositions were induction melted and cast in a water-cooled copper mold 

40 to give ingots of the respective compositions. The cast ingots were coarsely ground in a Brown mill, then processed 
under a stream of nitrogen in a jet mill to give fine powders having an average particle size of about 5 p,m. The resulting 
powders were filled into the die of a press, oriented in a 15 kOe magnetic field, and subjected to compaction under a 
pressure of 0.7 metric ton/cm^ applied perpendicular to the magnetic field. The powder compacts thus obtained were 
sintered at temperatures of from 1 ,000 to 1 ,080**C for 2 hours in an argon atmosphere, then cooled. After cooling, they 

45 were heat-treated at 600'C for 1 hour in argon, yielding pennanent magnet materials of the respective compositions. 
These R-Fe-B base pemnanent magnet materials had a cartaon content of 0.031 to 0.041 wt %, a nitrogen content of 
0.023 to 0.040 wt %, and an oxygen content of 0.228 to 0.411 wt %. 

[0100] The magnetic properties of the resulting magnet materials are shown in FIGS. 17 to 19. The relationship 
between the sintering temperature and the squareness ratio shown in FIG. 17 indicates that the material having a 

so hafnium content of 0.01 wt % (0.01 Hf product), when sintered at 1 ,000*C and 1 ,020*C, had good squareness ratios 
of 0.951 and 0.953, respectively. However, the residual magnetic flux density was 12.93 kG when sintered at 1 ,000*»C 
and was 13.35 kG when sintered at 1 ,020**C. indicating that the residual flux density of the magnet material sintered 
at 1 ,000*C tended to be somewhat inferior. By contrast, the 0.41 Hf product, when sintered at 1 ,020**C, 1 ,040*C and 
1 ,060**C, exhibited a good residual magnetic flux density, coercivity and squareness ratio that remained substantially 

55 unchanged. Hence, this product had an optimal sintering temperature range of 40*^0. The 1 .22 Hf product, when sin- 
tered at 1,020**C, 1,040'C and 1.060**C, exhibited a residual magnetic flux density, coercivity and squareness ratio 
that remained substantially unchanged, indicating that it also had an optimal sintering temperature range of 40**C. 
However, because the product containing 0.41 Hf had a higher residua! flux density of 13.45 to 13.47 kG and a higher 
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coercivlty of 13.2 to 13.5 kOe, it was clearty superior. 

[0101] The element distribution patterns obtained with an EPMA showed that, in the 0.41 Hf product, hafnium-boron 
compound having a grain size up to 5 nm was unifomnly and finely precipitated at an interval of 50 jim or less. In the 
1 .22 Hf product, the hafnium-boron compound having a gfam size up to 5 \Lm was precipitated at an interval of 50 ^.m 
5 or less, but because the hafnium content was too high, the magnetic properties tended to be lower than those for the 
0.41 Hf product. Quantitative analysis with an EPMA indicatedthatthis hafnium-boron compound was mainly composed 
of Hf and B. 

[0102] The foregoing results demonstrate that uniform and fine precipitation of a hafnium-boron compound with a 
grain size up to 5 jim within the sintered compact at an interval of not more than 50 p.m suppresses abnormal grain 
10 growth and broadens the optimal sintering temperature range. 

Example 9 

[0103] In this example, attempts were made to achieve even higher magnetic properties by applying a two alloy 
'5 process to the invention. The following experimental conditions were used in Examples 9-1, 9-2, 9-3 and 9-4 below, 
In which only the compositions of the mother alloy and the auxiliary alloy were varied. In each example, the mother 
alloy was fabricated by single roll quenching, then subjected to hydrogenation In a hydrogen atmosphere at 0.5 to 2.0 
kgf/cm2 followed by semi-dehydrogenatlon In a £10-2 torr vacuum and at 500'C for 3 hours. The auxiliary alloy was 
induction melted, then cast In a water-cooled copper mold, giving a cast ingot. 
20 [0104] Next, 88 wt % of the mother alloy and 1 2 wt % of the auxiliary alloy were weighed out, 0.05 wt % of the zinc 
stearate was added as a lubricant, and mixing was carried out in a twin shell mixer. The mixture was then pulverized 
in a jet mill under a nitrogen stream, giving a fine powder having an average particle size of about 4 ^im. The resulting 
powders were filled into the die of a press, oriented in a 12 kOe magnetic field, and subjected to compaction under a 
pressure of 0.5 metric ton/cm2 applied in a direction perpendicular to the magnetic field. The powder compacts thus 
25 obtained were sintered at temperatures ranging from 1 ,020*C to 1 , 1 00*»C in 1 0*C increments for 2 hours under a £1 0"^ 
torr vacuum, then cooled. After cooling, the sintered compacts were heat-treated at SOO'C for 1 hour in a ^10-2 torr 
vacuum, yielding pemianent magnet materials of the respective compositions. 

Example 9-1 

30 

[0105] The mother alloy was fomriulated to a composition, by weight, of 27.2Nd-balance Fe-0.9Co-1 .0B-0.2AI, and 
the auxiliary alloy was fonnulated to a composition of 49.6Nd-9.3Dy-balance Fe-23.6Co-0.2AI-1 .1 Cu-XHf (where X is 
0 or 0.2). The overall composition after mixture was 29.9Nd-1 .1 Dy-balance Fe-3.7Co-1 .0B-0.2AI-0.1 Cu-XHf (where X 
is 0 or 0.2). 

35 

Example 9>2 

[0106] The mother alloy was fonnulated to a composition, by weight, of 28.0Nd-2.5Dy-balance Fe-4.6Co-1 .3B-0.4AI, 
and the auxiliary alloy was fonnulated to a composition of 34.0Nd-9.4Tb-balance Fe-27.8Co-0.3AI-2,2Cu-XHf (where 
^0 X is 0 or 8.4). The overall composition after mixture was 28.7Nd-2.2Dy-1.1Tb-balance Fe-7.4Co-1.1B-0.4AI-0.3Cu- 
XHf (where X is 0 or 1.0). 

Example 9-3 

^5 [0107] The mother alloy was fonmulated to a composition, by weight, of 28.0Nd-1 SDy-balance Fe-7.3Co-1 .3B-0.2AI- 
0.5Cu-XHf (where X Is 0 or 0.7), and the auxiliary alloy to a composition of 36.0Nd-10.2Dy-balance Fe-25.8Co-0.2AI- 
2.4CU. The overall composition after mixture was 29.0Nd-2.3Dy-balance Fe-9,5Co-1 .2B-0.2AI-0.7Cu-XHf (where X is 
0 or 0.7). 

^ Example 9-4 

[0108] The mother alloy was fonnulated to a composition, by weight, of 27.0Nd-1 .2Tb-balance Fe-3.7Co-1 .2B-0.4AI- 
0.3Cu-XHf (where X is 0 or 0.7), and the auxiliary alloy to a composition of 36.9Nd-1 0.2Tb-balance Fe-30.2Co-0.3AI- 
3.3CU-0.7 Hf. The overall composition after mixture was 28.2Nd-2.3Tb43alance Fe-6.9Co-1.1B-0.4AI-0.7Cu-XHf 
S5 (where X is 0 or 0.7). 

[0109] As is apparent from the results obtained, which are shown in Tables 9 to 12 below, in each of Examples 9-1 
to 9-4, the hafnium-containing magnet material had a better residual magnetic flux density, coercivity and squareness 
ratio than the hafnium-free magnet material. Moreover, the results also demonstrated that the addition of hafnium 
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expands the optimal sintering temperature range. 

Table 9. 



Example Q-1 


Hf content 


Optimal sintering temperature range 


Br 


iHc 


Squareness ratio 


0 


1,020^C only 


13.43 


14.8 


0.955 


0.2 


1 ,020 - 1 ,060*»C 


13.48 - 13.59 


15.2 - 15.8 


0.961 • 0.965 


Table 10. 


Example 9-2 


Hf content 


Optimal sintering temperature range 


Br 


IHc 


Squareness ratio 


0 


1 ,030"C only 


12.85 


17.5 


0.952 


1.0 


1.030 -1,070*0 


12.91 - 13.01 


18.3-18.8 


0.962 - 0.964 



Table 11. 



Example 9-3 


Hf content 


Optimal sintering temperature range 


Br 


iHc 


Squareness ratio 


0 


1 ,030'C only 


13.18 


16,1 


0.956 


0.7 


1,030-1,070*0 


13.31 - 13.36 


16.7-17.1 


0.964 - 0.968 



Table 12. 



Example 9-4 


Hf content 


Optimal sintering temperature range 


Br 


iHc 


Squareness ratio 


0 


1 ,020«C only 


13.16 


16.8 


0.951 


0.7 


1,020-1.060*0 


13.25-13.32 


17.5-18.1 


0.966 - 0.969 



[0110] The element distribution patterns obtained with an EPMA showed that, in the hafnium-containing products in 
each of Examples 9-1 to 9-4, a hafnium-boron compound having a grain size up to 5 \im was uniformly and finely 
precipitated at an interval of 50 ^im or less. Quantitative analysis with an EPMA Indicated that this hafnium-boron 
40 compound was mainly composed of Hf and B. 

[0111] These results demonstrate that, in a two alloy process as well, the addition of hafnium and the unlfomn and 
fine precipitation of a hafnium-boron compound within the sintered compact has the effect of suppressing abnonnal 
grain growth and broadening the optimal sintering temperature range. 

[0112] In working the present invention, it can be effective to subject the auxiliary alloy to induction melting, casting 
45 in a water-cooled mold, and hydrogenation and semi-dehydrogenation treatment; it can be effective to fabricate the 
auxiliary alloy by a single-roll or double-roll quenching process, followed by hydrogenation and semi-dehydrogenation 
treatment; and it can be effective to fabricate the auxiliary alloy by a single-roll or double-roll quenching process, 
followed by coarse grinding in a suitable apparatus such as a Brown mill. 



Table 13 





Zr or Nb or Hf (%) 


Fei4Nd2Bi (wt %) 


Oxides (wt %) 


Abnormally grown grains (%) 


Example 1 


Zr 0 (comp. ex.) 


93.2 


2.2 


3.9 


Zr2 


93.1 


2.1 


0.5 
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Table 13 (continued) 







Lx or nd or Hf (%) 


Fe^4Ncl2B^ (wt %) 


Oxides (wt %) 


Abnormally grown grains (%) 




example ^ 


£J U.O 1 


94.1 


0.9 


4.0 


5 




Zr 0.3 


94.2 


0.8 


1.3 






zr 1 


93.7 


1,0 


1.4 




Example 3-1 


Zr 0 (comp. ex.) 


95.0 


1 .1 


4.1 


10 




Zr 0.45 


95.0 


1.0 


0.5 




Example 3-2 


Zr 0 (comp. ex.) 


94.3 


0.6 


5.2 






z.r u.oy 


94.4 


0.5 


1.3 


15 


Example 3-3 


Zr 0 (comp. ex.) 


96.8 


2.0 


3.5 






Zr 0.11 


96.7 


2.1 


0.8 




Example 3-4 


Zr 0 (comp. ex.) 


89.1 


0.2 


3.9 






Zr 0.45 


89.2 


0.1 


2.0 


20 


Example 4 


Nb 0 (comp. ex.) 


94.2 


1.2 


4.9 






ND 0.2 


94.1 


1.1 


0.8 




Example 5 


1Mb 0.01 


91.1 


1.9 


5.0 


25 




Nb 0.57 


91 .2 


1.8 


1.7 




Nb 1.15 


90.2 


2.0 


1.7 




Example 6-1 


Nb 0 (comp. ex.) 


92,0 


2.1 


4.5 






ND 0.4 


92.1 


2.0 


0.9 


30 


Example 6-2 


Nb 0 (comp. ex.) 


94.7 


0.4 


5.1 






ND 0.7 


94.6 


0.3 


1.0 




Example 6-3 


Nb 0 (comp. ex.) 


95.8 


1.0 


3.8 


35 




Nb 0.1 


95.7 


1 .1 


1,8 


example d-4 


Nb 0 (comp. ex.) 


88.1 


1 .2 


3.5 






Nb 0.4 


88.2 


1.1 


1.0 




example / 


ni o (comp. ex.; 


91 .2 


2.2 


4.9 


An 




Hf 0.4 


91 .1 


2.1 


0.7 




Example 8 


hit 0.01 


94.8 


1.9 


5.0 






Hf 0.41 


94.9 


1.8 


0.3 


45 




Hr 1.22 


94.0 


2.0 


0.4 




Example 9-1 


Hf 0 (comp. ex.) 


88.0 


1 .6 


5,1 






Iff o 

ni 0.Z 


88.0 


1 .7 


1.5 








Qi '\ 

9 1 .O 






SO 




Hf 1.0 


91.4 


2.5 


1.1 




Example 9-3 


Hf 0 (comp. ex.) 


96.8 


1,0 


3.7 






Hf 0.7 


96.9 


1.1 


0.5 


55 


Example 9-4 


Hf 0 (comp. ex.) 


90.1 


0.3 


3,3 






HfO.7 


90.0 


0.4 


1.0 
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[0113] As is apparent from the results obtained in the foregoing examples, methods disclosed can provide R-Fe-B 

base rare-earth permanent magnet materials having excellent magnetic properties. 

[0114] Japanese Patent Application No. 2000-1 76595 is incorporated herein by reference. 

[01 1 5] Although some preferred embodiments have J^een described, many modifications and variations may be made 
thereto In light of the above teachings. It Is therefore to be understood that the Invention may be practiced othenwise 
than as specifically described In the Examples. 

Claims 



1. A rare earth-iron-boron base pemnanent magnet material comprising a rare earth-iron-boron magnet alloy which 
contains a Fe^^RgB^ primary phase wherein R represents at least one rare earth element In a volumetric proportion 
of 87.5 to 97.5% and a rare earth oxide or a rare earth and transition metal oxide In a volumetric proportion of 0.1 
to 3%; wherein the alloy has a metal microstructure containing as a major component one or more compounds 

15 selected from zirconium-boron compounds, niobium-boron compounds and hafnium-boron compounds, which 

compound has an average grain size of at most 5 \im and is unifonnly distributed within the alloy such that the 
maximum interval between neighboring grains of the compound Is at most 50 )im. 

2. The permanent magnet material of claim 1 which contains giant, abnormally grown grains of the Fe^^^R2^^ phase 
20 having a grain size of at least 1 00 ^un In a volumetric proportion of at most 3%, based on the overall metal micro- 
structure. 

3. The permanent magnet material of claim 1 or 2 with residual flux density (Br) of at least 12.5 G, a coercivlty (iHc) 
of at least 10 kOe, and a squareness ratio (4x(BH)„3j/Br2, where (BH)^a3( is the maximum energy product) of at 

25 least 0.95. 

4. The magnet material of claim 1 ,2 or 3 wherein the rare earth-iron-boron base magnetic alloy is comprised of 27 
to 33 wt % of one or more rare-earth element. Including 1 5 to 33 wt % of neodymium; 0.1 to 1 0 wt % of cobalt; 0.9 
to 1 .5 wt % of boron; 0.05 to 1 .0 wt % of aluminum; 0.02 to 1 .0 wt % of copper; 0.02 to 1 .0 wt % of an element 

30 selected from among zirconium, niobium and hafnium; 0.03 to 0.1 wt% of carbon; 0.05 to 0.5 wt% of oxygen; and 

0.002 to 0.05 wt % of nitrogen; with the balance essentially Iron. 

5. A method comprising the manufacture of a magnet material according to any one of claims 1 to 4. 

35 
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FIG.3 
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FIQ.4A 
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FIG.5 
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FIG.7 
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FIG.9 
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FIG.13 
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FIG.15 



16 
15 
14 
13 



12 - 



11 








NO Hff 
CONTAINS Hf 



-L. 




1000 1020 1040 1060 1080 

SINTERING TEMPERATURE (0°) 



FIG.16 



13.6 
13.4 
13.2 
13 
12.8 







1 I 

^_ _ 


[ ■ ! 




* 

► / / 

/ y 
f y 
0 / 
* X 

* / 

^..Jl, 




t 










* / 
* / 
















— o— NOHf 

--A- CONTAINS Hf 












i i 







980 1000 1020 1040 1060 1080 1100 

SINTERING TEMPERATURE {C) 



BNSOOCID: <EP 1 ie4S8aA2_l_> 



25 



EP1 164 599 A2 





26 



BNSDOCID: <EP 1164599A2J_> 



EP 1 164 599 A2 
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